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INFLATABLE HEATING DEVICE 
DESCRIPTION 

Technical Field 

The present invention generally relates to an inflatable heating device and 
method of forming the device. More particularly, the invention relates to an inflatable 
heating device which can be inflated by a pressurized fluid and heated via an 
electrically conductive, non-ferrous matrix within the device's composition. The 
device can be used to provide compaction and heat sufficient to influence a physical 
reaction in a material in contact with the device's exterior, such as heating, 
compressing and curing a hardenable resin used in the in-situ repair of damaged 
conduits such as underground sewer pipes, and other structures having tubular or 
other three dimensional curvature. 

Related U.S. Patent Application 

This is a continuation-in-part of Application No 
1997, which is a continuation-in-part of Application No 
1995. 

Background of the Invention 

Use of composite materials in the repair of both accessible and inaccessible 
piping systems is becoming increasingly popular. The costs associated with replacing 
new conduits may be avoided or at least delayed by carrying out maintenance 
procedures at the damaged section of an on site or in-situ conduit. Generally, such 
maintenance procedures entail locating the damaged section and installing a thin, 
durable material to cover the defects, thus restoring the integrity of the conduit. 

The materials and procedures employed in in-situ repair technology have been 
quite varied. Both low-cost, low-quality and high-cost, high-quality composites have 
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been developed. Most composites are designed as highly flexible materials in order 
to facilitate their transport to the damaged vicinity of the conduit. After transport, 
means are employed to conform the composite to the internal geometry of the 
damaged section. A reinforced lining impregnated with a resin covering the damaged 

5 section is then permanently cured to form a protective shell. The lining may be 

impregnated with resin on site or pre-impregnated at a remote location. The curing 
is accomplished either by ambient conditions or by positive heat-activation methods, 
such as hot water, steam, or electrical resistance heating. Ambient curing is inferior, 
however, because ambient conditions may vary widely and disrupt the curing cycle. 

1 o In the past, flexible heaters have been produced using ferrous or metallic wires 

within the composition to provide heat by resistive means. While these wires are an 
efficient heating element, the flexibility of the heater is limited by the use of such 
wires. For instance, in Japan 2 1 58323 copper wires are used as the heating elements. 
With the repeated inflating and deflating that would be experienced with repeated use, 

15 it is expected that the redundant load paths associated with the flexing will cause the 

copper wires to fail, thus losing electrical continuity and heating capability. This 
severally limits the life cycle of a flexible heater manufactured with metallic wires. 
Copper wires disposed in a flexible composition also exhibit very poor adhesion to 
the surrounding polymer (usually silicon) making uniform and consistent positioning 

20 of the wires within the polymer matrix, throughout the expected life cycle of the 

heater, difficult if not impossible. This can result in the resistance wires being 
redistributed within the heater in undesired arrangements. While various primers can 
be employed to increase the bond strength between the polymer matrix and the wires, 
such primers can farther degrade the flexible strength of the wire and limit its 

25 malleability, causing premature failure. Additionally, as copper or metallic wires are 

heated (resistively), their electrical resistance increases proportionately to the 
temperature increase. In a flexible heater, this means that the amount of power 
required to achieve a desired temperature must be increased throughout the heating 
cycle. The relatively high mass of copper or other electrically conductive metal, also 
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results in a lag in response time when used as a heating element, thus requiring 
constant monitoring and adjustment of the power supply. 

Inflatable bladders that incorporate various heating means have also been used 
for curing materials impregnated with a thermosetting resin matrix, such as polyester 
5 or epoxy based resins. In these resin types, certain chemicals are present that have a 

detrimental effect on silicone products. Specifically, silicones, when exposed to 
certain chemicals such as styrene, which is present in many resin systems, and heat, 
will revert after a limited number of uses to into a weak form no longer suitable as an 
inflation device. 

10 Historically, the actual production of flexible, inflatable heaters has been 

accomplished by various means. In one method, uncured strips of resin impregnated 
sheets of resilient, flexible material are laid on a mandrel or forming surface. The 
strips are then exposed to a heat source capable of providing sufficient heat to cure the 
uncured strips. Ovens have been used to accomplish this curing procedure. However, 

15 the ovens required are expensive and generally inefficient, as they must heat a large 

volume of air as well as the mandrel or forming surface, and the uncured strips. 
Depending on the mass of the mandrel, a substantial cool down period must also be 
observed before the heater can be removed from the mandrel. Considerable energy 
is lost to the atmosphere and cycle times are lengthy in such a procedure. This 

20 translates into excessively high manufacturing costs. 

In view of the aforementioned shortcomings associated with the conventional 
methods of construction and use of flexible, inflatable heaters, there is a strong need 
for a inflatable heating device containing a heating mechanism that is robust. There 
is also a strong need for materials that can withstand repeated use in aggressive 

25 environments and afford a long life cycle. It will be appreciated that there is also a 

strong need for an improvement in manufacturing which can reduce production cycle 
time and capital equipment costs. 

The present invention has been developed in response to a need for improved 
yet affordable composite materials for use as an inflatable flexible heater, as well as 

30 for a need for improved in- situ repair procedures. 
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Summary of the Invention 

An object of one embodiment of the invention is to overcome the problems 
associated with flexible, inflatable heaters which incorporate metallic heating 

5 elements, and to provide a robust, inflatable heating device with an extended life 

cycle. Another object is to provide an inflatable heating device and process for 
manufacturing such devices which can reduce the cycle time in production and reduce 
the capital equipment costs associated with the production. 

The apparatus of the present invention is generally characterized by a 

10 heating/inflation module having pressurizable interior and an attached heat curable 

pre-preg. In particular, an elastomeric, seamless composite is provided that includes 
a heating element disposed within athermoset resin matrix. The composite is adapted 
to maintain a consistent temperature profile and an internal air pressure. A first end 
piece is attached to a first end of the composite and has an air port for communication 

15 with a compressed air source, a vacuum port for communication with a vacuum 

supply source and at least one electrical cable port for communication with a power 
supply source. A second end piece attached to a second end of the composite. The 
apparatus further includes a pre-preg removably attached to an outer surface of the 
composite. The pre-preg includes a structural fiber matrix supporting a heat curable 

20 resin. 

The composite is constructed by applying a liquid silicone matrix to at least 
one layer of braided fibers, wherein a portion of the fibers are electrically conductive. 
The layer of braided fibers is introduced into a mold, and a removable, expandable 
inner bladder is then loaded into the mold. The inner bladder is inflated to conform 

25 the layer of braided fibers to an interior surface of the mold. An electric current is 

caused to flow to the conductive fibers to cure the silicone matrix into a stable, 
elastomeric state. The finished composite is then removed from the mold. 

A method for repairing a damaged section of a conduit is also disclosed. A 
pre-preg is removably attached to an outer surface of an elastomeric composite. The 

30 pre-preg and composite described herein may be used in this procedure. A 
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heater/inflation module is produced by providing first and second end pieces 
respectively attached to first and second ends of the composite. The module with the 
attached pre-preg is installed into the conduit at a damaged location. The module is 
then inflated to a predetermined internal air pressure to press the pre-preg against an 

5 inside surface of the conduit. The pre-preg resin is cured by causing an electrical 

current to flow in the heating element of the composite to resistively heat the module 
to a predetermined temperature. The electrical energy supply and thus the curing 
cycle may be controlled by conventional means such a programmable logic controller 
unit. Finally, the module is deflated such as by providing a vacuum source and 

10 removed from the conduit, leaving the permanently cured, resin impregnated liner to 

protect the damaged section of the conduit. 

In another embodiment, the invention is an inflatable heating device 
comprising a generally cylindrical body having an inner surface and an outer surface. 
The body includes a flexible matrix and a plurality of carbon fibers embedded within 

15 the flexible matrix. The carbon fibers are arranged helically and positioned at an 

angle with respect to the longitudinal axis of the body, wherein the body is capable 
of expanding and returning to an original form. 

The inflatable heating device can be a flexible matrix comprising 
fluorosilicone and fluorocarbon. The carbon fibers are preferably arranged at an angle 

20 of ±45 ° with respect to said longitudinal axis of said body and are arranged in tows 
or bundles to provide approximately 50-90% coverage of said body. The carbon 
fibers can also be in the form of a non-woven tape. 

In another embodiment the invention comprises a process of forming an 
inflatable heating device comprising the steps of applying a layer of uncured sheets 

25 of a fluorosilicone material to a mandrel; winding a plurality of carbon fibers in a 

helix onto the fluorosilicone material layer; applying a layer of uncured sheets of 
fluorocarbon material over the carbon fibers; applying a radially inward pressure to 
said fluorosilicone layer, carbon fibers and fluorocarbon layer; and applying an 
electric current to said carbon fibers to resistively heat the carbon fibers to cure the 

30 fluorosilicone layer and the fluorocarbon layer to form a cured structure. The process 


further comprises removing said electric current from said carbon fibers; removing 
the radially inward pressure from the fluorosilicone layer, carbon fibers and 
fluorocarbon layer; allowing the cured structure to cool; and removing the cured 
structure from said mandrel. Preferably, the applying an electric current step 
comprises resistively heating the carbon fibers to heat the fluorosilicone layer and the 
fluorocarbon layer to a temperature of approximately 300°F for approximately 45 
minutes. Additionally, the process may comprise removing the fluorosilicone layer, 
carbon fibers and fluorocarbon layer from the mandrel, and heating the fluorosilicone 
layer, carbon fibers and fluorocarbon layer to a temperature greater than 300 °F. The 
process may also include incorporating a layer of uncured silicon sheets in the cured 
structure. 

Other features and advantages of the invention will be apparent from the 
following specification taken in conjunction with the following drawings. 

Brief Description of the Drawings 

Figure 1 is a cross-sectional view of the composite of the present invention; 

Figure 2 is a side view of the composite of the present invention installed into 
a molding apparatus; 

Figure 3 is a partial cut-away view showing the heating/inflation module of 
the present invention installed within a conduit to be repaired; 

Figure 4 is a cross-sectional view of the front portion of the heating/inflation 
module of the present invention; 

Figure 5 is a side view of the front portion of the heating/inflation module of 
the present invention showing the conductive and sealing bands; 

Figure 6 is a perspective view of the inflatable heater device of the present 
invention with a cut-out portion; 

Figure 7 is a side view of the inflatable heater device of the present invention 
installed into a molding apparatus; 

Figure 8 is a partial cut-away view showing the inflatable heating device or 
module of the present invention installed within a conduit to be repaired; 


Figure 9 is an exploded cross- sectional view of a end portion of the inflatable 
heating device of the present invention; and, 

Figure 10 is a side view of the end portion shown in Figure 9. 

Detailed Description of the Preferred Embodiment 

While this invention is susceptible of embodiments in many different forms, 
there is shown in the drawings and will herein be described in detail preferred 
embodiments of the invention with the understanding that the present disclosure is to 
be considered as an exemplification of the principles of the invention and is not 
intended to limit the broad aspect of the invention to the embodiments illustrated. 

Figure 1 cross-sectionally illustrates one embodiment of the composite 205 in 
accordance with the present invention. The composite 205 is inflatable or 
elastomeric, seamless, reinforced with structural braids 20 1 , and for most applications 
generally cylindrical. The composite 205 is a single layer formed from one or more 
initially discrete layers that are consolidated by means of a thermoset resin 202. The 
resin 202 is preferably a silicone matrix such as methylvinylpolysiloxane, which will 
remain flexible after its application and cure. The core of the composite 205 contains 
a heating element 201 defined by conductive braided fibers. The heating element 201 
is used both to cure the actual composite lay-up, and subsequently to cure a separate 
heat activated resin matrix of the pre-preg as described below. 

With reference to Figure 2, the silicone matrix 202 used in the construction of 
the composite 205 is initially apourable liquid, heat curable methylvinylpolysiloxane 
or other material having similar properties. The composite 205 is formed by applying 
the liquid silicone matrix 202 to pre-formed, braided composite fibers shown partially 
at 20 1 . At least a portion of the fibers 20 1 should be conductive. Graphite fibers have 
been found suitable for this purpose. For additional structural support, the composite 
fibers 201 may comprise a combination of graphite and fiberglass braids. The exact 
ratio of graphite to glass used will depend on the amount of structural strength 
contemplated as well as the heat generation capability desired. A composite found 
suitable for the present application consists of biaxial fiberglass braided sleeving with 


a weight of 1 0-20 oz./sq. yd. and biaxial carbon braided sleeving with a weight of 1 5- 
30 oz./sq. yd. The braid angle of these components is preferably +/- 45 degrees. It 
will be understood that other high-strength, temperature tolerant fiber braids may be 
substituted for the fiberglass and other electrically conductive fiber braids may 
5 likewise be substituted for the graphite. For example, conductive polymer coated 

nylon or polyester fiber, or a combination of many different conductive fiber braids 
may be used instead of graphite. 

The silicone matrix 202 having been applied and having saturated the heating 
element layer 20 1 , the composite 205 is then placed in a mold 501 having the desired 

10 dimensions and configuration (e.g., cylindrical). The mold 501 shown in Figure 2 has 

a typical clam-shell design. An expandable inner bladder or forming mandrel 504 is 
positioned within the interior space defined by the composite 205, and inflated to 
conform the composite 205 to the internal shape of the mold 501 . Electric current is 
applied to the conductive braids 201, generating heat sufficient to cause the silicone 

15 matrix 202 to irreversibly cure into a flexible or elastomeric state. Front and rear end 

pieces 6,8 are also permanently molded to the composite 205 during the molding 
process. Once the matrix 202 has cured, the composite 205 is allowed to cool and is 
then removed from the mold 501 . Note that the inner bladder 504 is only used during 
the molding process and must be removed from the cured composite 205. 

20 While a single layer of composite material may be cured in this fashion, 

multiple discrete layers may be used for added thickness and strength. The cured 
silicone also acts to mechanically consolidate these multiple layers as well as the 
fiberglass and graphite braids themselves. This process essentially creates a 
monolithic membrane, preferably having a finished thickness of 60-75 mils, or 0.125 

25 to 0.250 inches. Silicone and fluoropolymer compounds have been preferably 

selected as the resin material for the composite due to their inherent anti-stick 
properties. These properties enable the cured pre-preg pipe repair material, described 
below, to be easily removed from the composite 205 during the in-situ repair process, 
also described below. The finished composite 205 is strong yet elastomeric and is 


capable of expanding within a damaged pipe 1 to conform to irregular surfaces 
therein. 

Figures 3-5 show the elastomeric composite 205 integrated into a 
heater/inflation module 210. The module 210 includes front and rear end pieces 6,8 

5 to effectively seal the interior of the composite 205. Thus, the front and rear end 

pieces 6,8 are permanently attached to the front and rear ends of the composite 205 
and sealed by sealing means 1 12, 101 . The front end piece 6 includes an air line 7, 
a vacuum line 10, and one or more electrical cable lines (not shown) within an 
electrical conduit 1 1 . These lines 7,10,1 1 respectively provide communication to an 

10 air compressor, vacuum supply source and electrical energy source (not shown) used 

in the in-situ repair method described below. 

In the embodiment shown in Figures 4 and 5, the front end piece 6 (as well as 
the rear end piece 8) includes a metallic contacting band 1 03 and a sealing mechanism 
sealing bands 101. The bands 101,103 may be constructed of type 201 stainless steel 

1 5 having 14 inch width. As shown in Figure 5, the bands 101,103 may be secured to the 

composite 205 by conventional means such as type 301 stainless steel set screw 
buckles 1 12. The end pieces 6,8 are constructed from cast or machined aluminum or 
a fiber-reinforced, high-temperature plastic material. The end pieces 6,8 also have at 
least one circumferential groove 113 serving as a mechanical attachment point 

20 between the composite 205 and the end pieces 6,8 and to increase the sealing surface 

area. The metallic bands 1 03 ensure electrical continuity and the transfer of electrical 
energy to the conductive heating core 201 of the composite 205. As preferably shown 
in Figure 4, an electrical input line within electrical conduit 1 1 leads through the front 
end piece 6 to the conductive metallic band 103 and is connected thereto by an 

25 internal terminal 106. An electrical output line 12 enters through the front end piece 

6, runs longitudinally through the inflation chamber 102, and contacts the heating 
element layer 201 at the rear end piece 8 to complete the resistive heating circuit. 
This arrangement effectively creates a circuit for electrical energy to pass through the 
entire composite 205 while only requiring external electrical connections at one end 

30 piece. 
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A pre-preg 3 is removably attached to the outer surface of the composite 205 
by conventional means, such as rubber bands, sewing, or adhesive. The pre-preg 3 
is generally defined as a fibrous fabric reinforcement impregnated with a liquid, heat 
curable resin. The resin may be an epoxy, a cyanate ester, polyester, a vinyl ester, a 

5 polyurethane, or a blend of these and other materials having similar characteristics. 

One type of pre-preg found suitable is prepared from a glass fiber matrix saturated 
with an isopoly ester resin base catalyzed with 1% by weight perkadox 16 organic 
peroxide percarbonate, available from Akzo Chemicals, and with 1% by weight 
trigonox 29-B75 organic peroxide, also available from Akzo Chemicals. This 

10 catalyzed material constitutes an A-staged pre-preg having a shelf-life of 7-9 days. 

For the present application, it is preferable that the resin be capable of exotherming 
in the range of 180 °F to 400 °F. The term "exotherm" refers to the temperature to 
which the resin will rise upon initiation of chemical cross-linking during the curing 
process. 

15 It has also been found beneficial to chemically thicken the pre-preg resin to a 

gelled state by adding a urethane additive such as Reichhold RD 1 070 to the resin 
before the resin has been applied to the structural fiber matrix of the pre-preg. This 
thickening process converts the liquid resin into an immobile, non-migratory state, 
ensures that the resin matrix will not be affected by diverse environmental variables 

20 such as moisture, ensures a consistent liner thickness, and increases shelf life. 

In operation, the heater/inflation module 210 with the attached pre-preg 3 is 
transported to the damaged section 2 of the pipe 1. Transportation may be 
accomplished by using winches (not shown) or other known equipment. For instance, 
Figure 3 shows a front winch cable 9 attached to a front winch pull 1 05 on the front 

25 end piece 6, and a rear winch cable 5 is likewise attached to the rear end piece 8. The 

winch cables 5,9 run to the ground surface via supply chutes and manholes (not 
shown). Invert rollers (not shown) may be used to facilitate movement of the cables 
5,9. 

Once the module 21 0 is in place, an air compressor (not shown) is engaged to 
30 direct air into the interior or inflation chamber 1 02 of the module 210 through its air 
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line 7. The module 210 is brought to a predetermined pressure to expand the 
composite 205 within the pipe 1 . Consequently, the pre-preg 3 is forced against the 
interior surface of the pipe section 2 and thus conforms to the internal shape of the 
pipe 1 . Electrical current is then flowed from a remote power source (not shown) 
through the one or more electrical cables 1 1 to resistively heat the module 210. As 
noted earlier, the temperature profile exhibited by the module 210 will depend upon 
the location and density of the conductive fiber braids 201 of the composite 205 . The 
heat given off by the module 210 is maintained to permit the pre-preg resin to 
exotherm and thus activate the curing phase. Once the pre-preg 3 has fully cured 
against the damaged pipe section 2, the module 210 is deflated by engaging a remote 
vacuum source (not shown) to draw a vacuum through the vacuum line 10. The 
module 210 may then by removed from the repaired pipe 1 . 

It will be understood that a closed-loop programmable logic controller may be 
employed to monitor and vary both the internal air pressure and the temperature 
profile of the module during the repair operation. The controller or similar means 
may thus assist in achieving a uniform cure despite varying conditions. 

The materials used to construct the inflatable heating device or module 210 
can be critical with respect to the final operation of the module in certain instances. 
That is, the intended use and the environmental conditions need to be considered in 
the material selection. For example, if the module 210 is to be employed in a pipe 
repair procedure wherein the module is required to carry a pre-preg 3 to a designated 
area of repair, to inflate to a pre-determined diameter, apply a specific force to the 
repair material, and to provide a uniform temperature profile across the entire surface 
of the pre-preg 3, the materials selected to construct the module 210 must be suitable 
for all of these operations. 

Another embodiment of an inflatable heating device or module 210 of the 
present invention is disclosed in Figures 6-10. 

In the present invention, multiple compositions can be considered and formed 
into the module using the resistive heat generating capability of carbon fibers in the 
module itself. A rotating mandrel can be provided as the forming surface of the 
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composite 205. If the module is to be used for a pipe repair procedure, the mandrel 
would be generally cylindrical in shape and have a diameter closely approximating the 
inside diameter of the pipe to be repaired (minus the thickness of the module materials 
and allowing for 10-15% expansion of the module). A fluoro silicone material is 

5 utilized as an internal surface due to its inherent impermeability and low vapor 

transmission properties. The heating grid of the module is preferably a non-ferrous 
material, and is more preferably constructed of carbon fibers. Carbon fibers, with 
their exceptional tensile strength, electrical conductivity and chemical inertness, are 
used as both the heat producing element and the reinforcement for the module 210. 

10 An outer layer of a fluorocarbon could also be used to protect and contain the carbon 

fibers as well as providing a highly resistant (both chemically and thermally) and 
resilient outer skin. Because of the fluoropolymer similarities, during the 
consolidation and forming on the mandrel, the uncured flourosilicone and 
fluorocarbon materials are co-cured and bonded together to form a homogenous mass 

15 capable of resisting chemicals, abrasion and heat while maintaining flexibility. 

The carbon fibers, when wound in a generally circumferential fashion around 
the mandrel in a helix formation, can be placed at an angle relative to the longitudinal 
axis of the mandrel (and thus to the completed module). This angle can be pre- 
selected and controlled during the production of the module in order to limit the 

20 amount of expansion of the completed module 210, while providing the necessary 

support to the fluorosilicone/fluorocarbon matrix. Winding the carbon fibers in a 
helix allows for circumferential expansion and provides electrical continuity from one 
end to an opposing end of the module 210. By orienting the carbon fibers at an angle 
of ±45 ° in relation to the longitudinal axis of the module 2 1 0, a degree of expansion 

25 can be assumed without undue stress on the fibers. As pressure is applied to the 

internal portion of the module 2 1 0 (in operation), as with air pressure, the module 210 
can expand radially as the fiber angle changes from the 45° up to an angle 
approaching 56°, where the fibers essentially lock and restrict any further expansion 
effectively rigidizing the structure. Carbon fibers are traditionally chosen for various 

30 products due to their strength and therefore eliminate the need for additional 
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reinforcement. Because of the high strength of carbon fiber, this action (i.e., 
expansion) can be performed repeatedly with minimal effect on the module 210, thus 
ensuring an exceptional life cycle. 

With appropriate electrical contacts to communicate an electric current to the 
carbon fibers disposed within the module 210, the carbon fibers can be used as 
heating elements capable of generating temperatures in excess of 500 °F without fear 
of degradation. During the fabrication of the module 210, the carbon fibers are 
introduced to the uncured fluoropolymers in a fibrous state. The uncured materials, 
being soft and with a very low durometer in this state, readily accept the carbon fibers, 
effectively encapsulating and bonding the fibers to the matrix. 

According to another aspect of the invention, the carbon fibers used as the 
reinforcement and a means for generating heat in the finished module 210, can be 
used provide heat to cure the components of the module itself during its manufacture. 
With the desired lay-up of materials for the module complete, conventional methods 
are used to consolidate the materials prior to curing, such as wrapping with release 
tape or web under pressure, enveloping the entire assembly with a membrane or film 
and drawing vacuum, or applying a layer of film, that when heated, will shrink and 
provide compaction. Traditionally, the entire mandrel and composition of the 
inflatable heater would then be relocated to a curing oven. In the present invention, 
the carbon fibers are captured at each end and an electric current is introduced. 
Carbon fibers, being low in mass and with a known conductivity, will rapidly produce 
heat in a uniform manner. Because the electrical properties of carbon can be readily 
assumed, precise and uniform heating can be achieved. Also, because the heat source 
is within the composition of the module, cycle times can be dramatically reduced and 
excess heat generation is minimized. Energy consumption is far less than traditional 
methods. This can all be accomplished with the use of an inexpensive power supply 
as compared to costly ovens. Because the cure cycle is markedly faster than with an 
oven or the like, heat transfer to the mandrel is reduced therefor providing quicker 
cool-down an subsequent part removal. 
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While the specific embodiment has been illustrated and described, numerous 
modifications come to mind without significantly departing from the spirit of the 
invention, and the scope of protection is only limited by the scope of the 
accompanying Claims. 
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CLAIMS 

We claim: 

1 . An inflatable heating device comprising 

a generally cylindrical body having an inner surface and an outer surface, said 
body including a flexible matrix and a plurality of carbon fibers embedded within said 
flexible matrix, said carbon fibers arranged helically and positioned at an angle with 
respect to the longitudinal axis of said body, wherein said body being capable of 
expanding and returning to an original form. 

2. The inflatable heating device of claim 1 wherein said flexible matrix 
comprises fluorosilicone. 

3. The inflatable heating device of claim 1 wherein said flexible matrix 
comprises fluorocarbon. 

4. The inflatable heating device of claim 1 wherein said carbon fibers are 
arranged at an angle of ±45 ° with respect to said longitudinal axis of said body. 

5 . The inflatable heating device of claim 4 wherein said carbon fibers are 
arranged in one of tows and bundles to provide approximately 50-90% coverage of 
said body. 

6. The inflatable heating device of claim 1 wherein said carbon fibers are 
in the form of a non-woven tape. 

7 . A process of forming an inflatable heating device comprising the steps 

of 

applying a layer of uncured sheets of a fluorosilicone material to a mandrel; 
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winding a plurality of carbon fibers in a helix onto said fluorosilicone material 

layer; 

applying a layer of uncured sheets of fluorocarbon material over said carbon 

fibers; 

applying a radially inward pressure to said fluorosilicone layer, carbon fibers 
and fluorocarbon layer; and 

applying an electric current to said carbon fibers to resistively heat said carbon 
fibers to cure said fluorosilicone layer and said fluorocarbon layer to form a cured 
structure. 

8. The process of claim 7 further comprising the steps of 
removing said electric current from said carbon fibers; 

removing said radially inward pressure from said fluorosilicone layer, carbon 
fibers and fluorocarbon layer; 

allowing said cured structure to cool; and 
removing said cured structure from said mandrel. 

9. The process of claim 7 wherein said applying an electric current step 
comprises resistively heating said carbon fibers to heat said fluorosilicone layer and 
said fluorocarbon layer to a temperature of approximately 300 °F for approximately 
45 minutes. 

10. The process of claim 9 further comprising removing said 
fluorosilicone layer, carbon fibers and fluorocarbon layer from said mandrel, and 
heating said fluorosilicone layer, carbon fibers and fluorocarbon layer to a temperature 
greater than 300°F. 

1 1 . The process of claim 7 further comprising incorporating a layer of 
uncured silicon sheets in said cured structure. 
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12. An apparatus for curing a pre-preg repair material supporting a heat 
curable resin for in-situ repair of a conduit, comprising: 

an elastomeric composite having a first end and a second end, wherein the 
composite includes a non-ferrous heating element disposed within a thermoset resin 
matrix; 

a first end piece fixedly attached to the first end of the composite and having 
an air port for communication with a compressed air source, a vacuum port for 
communication with a vacuum supply source and at least one electrical cable port for 
communication with a power supply source; and, 

a second end piece fixedly attached to the second end of the composite, 
wherein 

the composite, the first end piece, and the second end piece form an inflation 
chamber. 

1 3 . The apparatus of Claim 1 2 wherein the thermoset resin is selected from 
the group consisting of fluorocarbon and fluorosilicone. 

14. The apparatus of Claim 12 wherein the heating element includes a 
plurality of braided fibers comprising of temperature tolerant fiber braids and 
electrically conductive fiber braids. 

1 5 . The apparatus of Claim 1 4 wherein the braided fibers interact to define 
a braid angle measure at +/- 45 degrees. 

16. The apparatus of Claim 14 wherein the electrically conductive fiber 
braids are carbon filaments. 

17. The apparatus of Claim 12 farther including a pre-preg removably 
attached to an outer surface of the composite and including a structural fiber matrix 
supporting a heat curable resin. 
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18, The apparatus of Claim 12 wherein the heating element includes a 
plurality of wound fibers comprising of temperature tolerant fiber windings and 
electrically conductive fiber windings. 

5 19. The apparatus of Claim 1 8 wherein the wound fibers interact to define 

and angle measure at +/- 45 degrees. 

20. A method for repairing a damaged section of a conduit comprising the 
steps of: 

1 o providing an elastomeric composite having a first and second end, wherein the 

composite includes a heating element disposed within a thermoset resin matrix; 

fixedly attaching a first and second end piece respectively to the first and 
second ends of the composite, wherein the first end piece, the second end piece, and 
the composite form a heating/inflation module; 
15 removably attaching a pre-preg to an outer surface of the composite, wherein 

the pre-preg includes a structural fiber matrix supporting a heat curable resin; 
positioning the module with the attached pre-preg into the conduit at a 
damaged location; 

inflating the module to a predetermined internal air pressure to expand the 
20 composite and press the pre-preg against an inside surface of the conduit; 

curing the resin of the pre-preg by causing an electrical current to flow in the 
heating element to resistively heat the module to a predetermined temperature; and 
deflating the module and removing it from the conduit. 
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ABSTRACT OF THE DISCLOSURE 

The apparatus of the present invention is generally characterized by a 
heating/inflation module having pressurizable interior and an attached heat curable 
pre-preg. In particular, an elastomeric, seamless composite is provided that includes 
5 a heating element disposed within a thermoset resin matrix. The composite adapted 

to maintain a consistent temperature profile and an internal air pressure. A first end 
piece is attached to a first end of the composite and has an air port for communication 
with a compressed air source, a vacuum port for communication with a vacuum 
supply source and at least one electrical cable port for communication with a power 

10 supply source. A second end piece attached to a second end of the composite. The 

apparatus further includes a pre-preg removably attached to an outer surface of the 
composite. The pre-preg includes a structural fiber matrix supporting a heat curable 
resin. The composite is constructed by applying a liquid silicone matrix to at least one 
layer of braided or wound and/or tape fibers, wherein a portion of the fibers are 

15 electrically conductive. The layer of braided fibers is introduced into a mold, and a 

removable, expandable inner bladder is then loaded into the mold. The inner bladder 
is inflated to conform the layer of braided fibers to an interior surface of the mold. An 
electric current is caused to flow to the conductive fibers to cure the silicone matrix 
into a stable, elastomeric state. The composite is removed from the mold. A method 

2 0 for repairing a damaged section of a conduit is also disclosed. 

Additionally, in another embodiment of the invention an inflatable heater is 
disclosed which includes a non-metallic heating stratum or element inextricably 
located within a fluorosilicone, silicone and fluorocarbon matrix. The inflatable 
heater is made by wrapping uncured sheets of material about a mandrel and including 

25 a non-metallic heating stratum, such as carbon fibers. The described matrix utilizes 

resistive heat from the heating stratum to cure into a final resilient form. The carbon 
fibers are arranged in a fashion to allow flexibility and durability in the final form. 

(99247.1) 
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